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DMA plots of the TMP POSS basedTFU^ vith mole ratio of PEG : PO^ as 1 :6, 1 :4 respectively. A 
transition tetttperature around,4S-47^C v^as observed. A typical plateau cozresponding to pfaysicalfy 
crossiinkedpoljrmers whs observed also. 
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DSC results ofTMPPOSS based TPU wiih different PEG :POSS mole raHo.Two melimg peaks 
canbe observed indicating the siicrophase separationbetnreenthe soft and hard segment 



J'igure 3. 



Figure 4. 




Slress-sUain experiment oflheTMPPOSS based TPU (PEG :POSS = 1:<9 according to ASTM 
standard. A dumbbell shaped sample having the length of the narrow part as 9.42 tnm, distance 
between gaps as 23.5 mm aijd thickness as 0355 mm was stretched at room temperature, 1 mm/mifl. 
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